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DESCRIPTION 

LIGHT EMITTING ELEMENT AND LIGHT EMITTING DEVICE 

5 TECHINICAL FIELD 
[0001] 

The present invention Telates to a light-emitting element, and more particularly 
to a light-emitting element including a composite layer in which an organic compound 
and an inorganic compound are mixed, and in addition, relates to a light-emitting device 
10 including a light-emitting element. 

BACKGROUND ART 
[0002] 

Recently, a light-emitting element that provides a high luminance by applying a 
15 current to an organic compound, such as a light-emitting element using a luminescent 
organic compound (referred to as an organic light-emitting diode [OLED] or an organic 
EL element, and hereinafter referred to as an organic EL element), has been getting a lot 
of attention. 

[0003] 

20 In the fundamental structure of an organic EL element, a layer including a 

luminescent organic compound (light-emitting layer) is sandwiched between a pair of 
electrodes. By applying a voltage to this element, electrons and holes are transported 
respectively from the pair of electrode to the light-emitting element, and a current then 
flows. Then, those carriers (electrons and holes) are recombined to generate an excited 

25 state by the luminescent organic compound, and luminescence is produced when the 
excited state returns to the ground state. 
[0004] 

It is to be noted that the excited state generated by an organic compound can be 
types of a singlet excited state and a triplet excited state, and luminescence from the 
30 singlet excited state is referred to as fluorescence, and luminescence from the triplet 
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excited state is referred to as phosphorescence. 
[0005] 

Since this organic EL element is usually formed by using an approximately 
submicron thin film, it is a great advantage that the organic EL element can be 
5 manufactured to be thin and lightweight. In addition, since the time from carrier 
injection to luminescence is on the order microseconds or less, it is also one of the 
features that the speed of response is quite fast. Further, since sufficient luminescence 
can be obtained at a direct voltage of several to several tens of volts, the power 
consumption is relatively low. From these advantages, organic EL elements have been 
10 getting a lot of attention as next-generation flat panel displays. 
[0006] 

In addition, since the organic EL element is formed to have the shape of a film, 
planar light emission can be obtained easily by forming a large area element. This is a 
feature that is hard to obtain in point sources typified by a filament lamp and an LED or 
15 linear sources typified by a fluorescent light. Therefore, the organic EL elements also 
serve many uses as surface light sources that can be applied to lighting and the like. 
[0007] 

However, these organic EL elements have problems with heat resistance and 
durability, which are drags on development of the organic EL elements. Since an 
20 organic EL element is usually formed by stacking organic thin films using organic 
compounds as typified in the following Patent Document 1, low durability of the 
organic compounds and the fragile organic thin film are considered to be causes of the 
problems described above. 
[0008] 

25 On the other hand, there have been attempts to form a light-emitting element 

by using not an organic thin film but a layer in which an organic compound and an 
inorganic compound are mixed. For example, the following Patent Document 1 
discloses a light-emitting element using' a light-emitting layer in which fluorescent 
organic molecules are dispersed in a metal oxide. In addition, the following Patent 

30 Document 2 discloses a light-emitting element formed by stacking a layer in which 
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organic compounds (a hole transporting compound, an electron transporting compound, 
and a luminescent compound) are dispersed in a silica matrix while being covalently 
bound to the silica matrix. In these references, it is reported that the durability and 
heat resistance of the element is improved. 

5 

(Non-Patent Reference 1) C. W. Tang, et al., Applied Physics letters, Vol. 51, 
No. 12, 913-915 (1987) 

(Patent Reference 1) Japanese Patent Application Laid-Open No. 2-288092 
(Patent Reference 2) Japanese Patent Application Laid-Open No. 2000-306669 

10 

DISCLOSURE OF INVENTION 
[0009] 

In the light-emitting elements as disclosed in the Patent Document 1 and 2, the 
organic compound is simply dispersed in the metal oxide of insulation. Therefore, the 
15 light-emitting elements have a problem that current is hard to flow (that is, the voltage 
needed to apply a current gets higher) as compared with conventional organic EL 
elements. 

[0010] 

In these light-emitting elements, since the luminance gets higher in proportion 
20 to an applied current density, the fact that current is hard to flow namely leads to a 
problem that the voltage for obtaining a luminance (that is, driving voltage) also gets 
higher. Accordingly, when the organic compound is simply dispersed in the metal 
oxide, increase in driving voltage and increase in power consumption with the increase 
in driving voltage are caused even supposing that durability and heat resistance can be 
25 obtained. 

[0011] 

In addition, in order to suppress short circuit of a light-emitting element due to 
dust and the like, it is effective to make the film thickness of the light-emitting element 
thicker. However, when the film thickness is made thicker in the structure as shown in 
30 Patent Document 1 or 2, the increase in driving voltage is further exposed. Namely, in 
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the conventional structure, it is difficult for practical purposes to make the film 
thickness thicker. 
[0012] 

FIG 2 shows the conventional light-emitting element disclosed in Patent 
5 Document 2 described above, where a composite layer 203 in which the organic 
compounds are dispersed in the silica matrix is sandwiched between a first electrode 
(anode) 201 and a second electrode (cathode) 202. Namely, reference numerals 211, 
213, and 212 are respectively a hole transporting layer in which the hole transporting 
compound is dispersed in the silica matrix, an electron transporting layer in which the 
10 electron transporting compound is dispersed in the silica matrix, and a light-emitting 
layer in which the luminescent compound is dispersed in the silica matrix, although the 
whole composite layer 203 is composed of the silica matrix. When a voltage is 
applied to this element, it is believed that holes and electrons are injected respectively 
from the first electrode (anode) 201 and the second electrode (cathode) 202 and 
15 recombined in the light-emitting layer 212, and that the luminescent compound then 
produces luminescence. 
[0013] 

The hole transporting layer 211 and the electron transporting layer 213 take on 
carrier transport in this element. However, the element has a problem that current is 

20 hard to flow since the organic compounds are dispersed in the silica matrix of insulation. 
For example, in the hole transporting layer 211, holes move by hopping in the hole 
transporting compound existing in the hole transporting layer 211, and the silica matrix 
of insulation is not involved in hole transport. Adversely, the silica matrix is a barrier 
to hopping of holes. The same can apply to the electron transporting layer 213. 

25 Accordingly, the driving voltage is obviously increased also as compares with 
conventional organic EL elements. 
[0014] 

In addition, even when there is an attempt to make the film thickness of the 
composite layer 203 thicker for the purpose of preventing shot circuit of the element or 
30 a optical design, the increase in driving voltage is further significant. Therefore, it is 
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also difficult in practice to make the film thickness thicker. 
[0015] 

Consequently, it is an object of the present invention to provide a light-emitting 
element that uses a material in which an organic compound and an inorganic compound 
5 are mixed and has a novel structure different from conventional structures, a 
light-emitting element that uses a material in which an organic compound and an 
inorganic compound are mixed and decreases in driving voltage, and a light-emitting 
element that uses a material in which an organic compound and an inorganic compound 
are mixed and easily prevents short circuit. 

10 [0016] 

A lot of earnest experiments and studies by the inventors have finally found out 
that the object can be achieved by applying a layer including an organic compound and 
an inorganic compound that is capable of accepting or donating electrons from or to the 
organic compound. 

15 [0017] 

Namely, one of aspects of the present invention is a light-emitting element 
sandwiching a composite layer including an organic compound and an inorganic 
compound between a pair of electrodes, where the composite layer includes a first layer, 
a second layer, and a third layer that are sequentially stacked, the first layer includes a 

20 first organic compound and a first inorganic compound that exhibits an electron 
accepting property to the first organic compound, the second layer includes a second 
organic compound that is luminescent and a second inorganic compound, the third layer 
includes a third organic compound and a third inorganic compound that exhibits an 
electron donating property to the third organic compound. 

25 [0018] 

In this case, it is preferable to use a hole transporting organic compound as the 
first organic compound, and more preferably, the first organic compound is an organic 
compound having an aromatic amine skeleton. In addition, it is preferable to use an 
electron transporting organic compound as the third organic compound, and more 

30 preferably, the third organic compound is one of a chelate metal complex having a 
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chelate ligand including an aromatic ring, an organic compound having a 
phenanthroline skeleton, and an organic compound having an oxadiazole skeleton. 
[0019] 

It is preferable to use a metal oxide or a metal nitride as the first inorganic 
5 compound, and more preferably, the first inorganic compound is one of transition metal 
oxides each having a transition metal that belongs to any one of Groups 4 to 12 of the 
periodic table. Of the transition metal oxides, many of transition metal oxides each 
having a transition metal that belongs to any one of Groups 4 to 8 have a higher electron 
accepting property. In particular, vanadium oxide, molybdenum oxide, rhenium oxide, 
10 and tungsten oxide are preferred. 
[0020] 

It is preferable to use a metal oxide or a metal nitride as the second inorganic 
compound, and more, preferably, the second inorganic compound is one of transition 
metal oxides each having a metal that belongs to Group 13 or 14 of the periodic table 
15 since luminescence of the second organic compound coexisting in the second layer is 
not easily subject to quenching by these metal oxides. Of the metal oxides, aluminum 
oxide, gallium oxide, silicon oxide, and germanium oxide are preferred. 

[0021] 

It is preferable to use a metal oxide or a metal nitride as the third inorganic 
20 compound, and more preferably, the third inorganic compound is one of alkali metal 
oxides, alkali-earth metal oxides, rare-earth metal oxides, alkali metal nitrides, 
alkali-earth metal nitrides, and rare-earth metal nitrides. Many of these metal oxides 
and metal nitrides have an electron donating property, and particularly, lithium oxide, 
barium oxide, lithium nitride, magnesium nitride, and calcium nitride are preferred. 
25 [0022] 

Further, another aspect of the present invention is a light-emitting element 
sandwiching a composite layer including an organic compound and an inorganic 
compound between a pair of electrodes, where the composite layer includes a first layer, 
a second layer, a third layer, and a fourth layer that are sequentially stacked, the first 
30 layer includes a first organic compound and a first inorganic compound that exhibits an 
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electron accepting property to the first organic compound, the second layer includes a 
second organic compound that is luminescent and a second inorganic compound, the 
third layer includes a third organic compound and a third inorganic compound that 
exhibits an electron donating property to the third organic compound, and the fourth 
5 layer includes a fourth organic compound and a fourth inorganic compound that exhibits 
an electron accepting property to the fourth organic compound. 
[0023] 

In this case, it is preferable to use a hole transporting organic compound as at 
least one of the first organic compound and the fourth organic compound, and more 

10 preferably, at least one of the first organic compound and the fourth organic compound 
is an organic compound having an aromatic amine skeleton. In addition, it is 
preferable to use an electron transporting organic compound as the third organic 
compound, and more preferably, the third organic compound is one of a chelate metal 
complex having a chelate ligand including an aromatic ring, an organic compound 

15 having a phenanthroline skeleton, and an organic compound having an oxadiazole 
skeleton. 

[0024] 

It is preferable to use a metal oxide or a metal nitride as at least one of the first 
inorganic compound and the fourth inorganic compound, and more preferably, at least 
20 one of the first organic compound and the fourth organic compound is one of transition 
metal oxides each having a transition metal that belongs to any one of Groups 4 to 12 of 
the periodic table. Of the transition metal oxides, many of transition metal oxides each 
having a transition metal that belongs to any one of Groups 4 to 8 have a higher electron 
accepting property. In particular, vanadium oxide, molybdenum oxide, tungsten oxide, 
25 and rhenium oxide are preferred. 
[0025] 

It is preferable to use a metal oxide or a metal nitride as the second inorganic 
compound, and more preferably, the second inorganic compound is one of transition 
metal oxides each having a metal that belongs to Group 13 or 14 of the periodic table 
30 since luminescence of the second organic compound coexisting in the second layer is 
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not easily subject to quenching by these metal oxides. Of the metal oxides, aluminum 
oxide, gallium oxide, silicon oxide, and germanium oxide are preferred. 
[0026] 

It is preferable to use a metal oxide or a metal nitride as the third inorganic 
5 compound, and more preferably, the third inorganic compound is one of alkali metal 
oxides, alkali-earth metal oxides, rare-earth metal oxides, alkali metal nitrides, 
alkali-earth metal nitrides, and rare-earth metal nitrides. Many of these metal oxides 
and metal nitrides have an electron donating property, and particularly, lithium oxide, 
barium oxide, lithium nitride, magnesium nitride, and calcium nitride are preferred. 
10 [0027] 

Since the above-described light-emitting elements according to the present 
invention, unlike a conventional light-emitting element that has a layer in which an 
organic compound and an inorganic compound are simply mixed, have features that 
currents easily flow and the driving voltages can be reduced, power consumption can be 
15 reduced also for a light-emitting device that has the light-emitting element according to 
the present invention. Therefore, the present invention includes a light-emitting device 
that has the light-emitting element according to the present invention. 
[0028] 

The light-emitting device in the specification indicates an image display device 
20 or light emitter using a light-emitting element. In addition, a module that has a 
connecter, for example, a flexible printed circuit (FPC), a TAB (Tape Automated 
Bonding) tape, or a TCP (Tape Carrier Package), attached to a light-emitting element, a 
module that has a printed wiring board provided at the tip of a TAB tape or a TCP, and a 
module that has an IC (integrated circuit) directly mounted on a light-emitting element 
25 by a COG (Chip On Glass) method are all included in the light-emitting device. 
[0029] 

The practice of the present invention makes it possible to provide a 
light-emitting element that uses a material in which an organic compound and has a 
novel structure different from conventional structures, a light-emitting element that uses 
30 a material in which an organic compound and decreases in driving voltage, and a 
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light-emitting element hat uses a material in which an organic compound and easily 
prevents short circuit. 

BRIEF DESCRIPTION OF DRAWINGS 
6 In the accompanying drawings: 

FIG. 1 is a diagram illustrating the structure of a light-emitting element 
according to the present invention; 

FIG. 2 is a diagram illustrating the structure of a conventional light-emitting 
element according to the present invention; 
10 FIGS. 3A to 3C are diagrams illustrating emitting directions of light-emitting 

elements according to the present invention; 

FIGS. 4A to 4C are diagrams illustrating emitting directions of light-emitting 
elements according to the present invention; 

FIG. 5 is a diagram illustrating the structure of a light-emitting element 
15 according to the present invention; 

FIGS. 6A to 6C are diagrams illustrating emitting directions of light-emitting 
elements according to the present invention; 

FIGS. 7A to 7C are diagrams illustrating emitting directions of light-emitting 
elements according to the present invention; 
20 FIGS. 8-(l) and 8-(2) are diagrams illustrating a light-emitting device that has 

a light-emitting element according to the present invention; 

FIGS. 9A to 9G are diagrams illustrating electric appliances using a 
light-emitting device according to the present invention; 

FIG. 10 is a diagram showing a transmission spectrum of a film in which an 
25 organic compound and an inorganic compound are mixed; 

FIG. 11 is a diagram showing a transmission spectrum of a film in which an 
organic compound and an inorganic compound are mixed; 

FIG. 12 is diagram showing a transmission spectrum of a film in which an 
organic compound and an inorganic compound are mixed; and 
30 FIG. 13 is a diagram showing voltage-current characteristics of a film in which 



WO 2006/038573 



PCT/JP2005/0 18225 



10 

an organic compound and an inorganic compound are mixed. 

BEST MODE FOR CARRYING OUT THE INVENTION 
[0030] 

5 Embodiment modes of the present invention will be described below with 

reference to the accompanying drawings. However, the present invention may be 
embodied in a lot of different forms, and it is to be easily understood that various 
changes and modifications will be apparent to those skilled in the art unless such 
changes and modifications depart from the scope of the present invention. Therefore, 

10 the present invention is not to be construed with limitation to what is described in the 
embodiment modes. 

[0031] 
[Embodiment Mode 1] 

FIG. 1 shows the structure of a light-emitting element according to the present 

15 invention, where a composite layer 103 in which an organic compound and an inorganic 
compound are mixed is sandwiched between a first electrode 101 and a second 
electrode 102. The structure of the composite layer 103 is completely different from 
the structure of a composite layer 203 of a conventional light-emitting element (FIG.2). 
The composite layer 103 has, as shown in the figure, a first layer 111, and a second 

20 layer 112, and a third layer 113, and in particular, the first layer 111 and the third layer 
113 have significant features. 

[0032] First, the first layer 111 is a layer that takes on the function of 
transporting holes to the second layer 112, and includes at least a first organic 
compound and a first inorganic compound that exhibits an electron accepting property 

25 to the first organic compound (serves as an electron acceptor). What is important is 
that the first inorganic compound is not only mixed with the first organic compound but 
also exhibits an electron accepting property to the first organic compound (serves as an 
electron acceptor). This structure generates a lot of hole carriers in the first organic 
compound, which originally has almost no inherent carrier, to provide an excellent hole 

30 injecting/transporting property. 
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[0033] 

Therefore, the first layer 111 provides not only advantages that are considered 
obtained by mixing an inorganic compound (for example, improvement in heat 
resistance) but also excellent conductivity (in particular, hole injecting and transporting 

5 properties in the case of the first layer 111). This excellent conductivity is an 
advantage that is not able to be obtained from a conventional hole transporting layer 211 
(FIG. 2) in which an organic compound and an inorganic compound that do not 
electronically interact with each other are simply mixed. This advantage makes it 
possible to lower a driving voltage more than ever before. In addition, since the first 

10 layer 111 can be made thicker without causing an increase in driving voltage, short 
circuit of the element due to dust and the like can also be suppressed. 
[0034] 

Meanwhile, it is preferable to use a hole-transporting organic compound as the 
first organic compound since hole carriers are generated in the first organic compound 

15 as described above. Examples of the hole-transporting organic compound include, but 
are not limited to, phthalocyanine (abbreviation: H 2 Pc), copper phthalocyanine 
(abbreviation: CuPc), vanadyl phthalocyanine (abbreviation: VOPc), 4, 4', 4" - tris (N, 
N - diphenylamino) - triphenylamine (abbreviation: TDATA), 4, 4\ 4" - tris [N - (3 - 
methylphenyl) - N - phenylamino] - triphenylamine (abbreviation: MTDATA), 1, 3, 5 - 

20 tris [N, N - di (m - tolyl) amino] benzene (abbreviation: m-MTDAB), N, N' - diphenyl - 
N, N' - bis (3 - methylphenyl) - 1, T - biphenyl - 4, 4' - diamine (abbreviation: TPD), 4, 
4' - bis [N - (1 - naphthyl) - N - phenylamino] biphenyl (abbreviation: NPB), 4, 4' - bis 
{N - [4 - di (m - tolyl) amino] phenyl - N - phenylamino} biphenyl (abbreviation: 
DNTPD), and 4, 4', 4" - tris (N - carbazolyl) triphenylamine (abbreviation: TCTA). In 

25 addition, of the compounds mentioned above, aromatic amine compounds as typified by 
TDATA, MTDATA, m-MTDAB, TPD, NPB, DNTPD, and TCATA easily generate hole 
carriers, and are a suitable group of compounds for the first organic compounds. 
[0035] 

While on the other hand, the first inorganic compound may be any material as 
30 long as the material easily accepts electrons from the first organic compound, and 
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various metal oxides and metal nitrides can be used. However, transition metal oxides 
each having a transition metal that belongs to any one of Groups 4 to 12 of the periodic 
table are preferred since an electron accepting property is easily provided. Specifically, 
the transition metal oxides include titanium oxide, zirconium oxide, vanadium oxide, 
5 molybdenum oxide, tungsten oxide, rhenium oxide, ruthenium oxide, and zinc oxide. 
In addition, of the metal oxides mentioned above, many of transition metal oxides each 
having a transition metal that belongs to any one of Groups 4 to 8 have a higher electron 
accepting property, which are a preferable gTOup of compounds. In particular, 
vanadium oxide, molybdenum oxide, tungsten oxide, and rhenium oxide are preferred 
10 since these oxides can be used easily for vacuum deposition. 
[0036] 

It is to be noted that the first layer 111 may be formed by stacking a plurality of 
layers each including a combination of an organic compound and an inorganic 
compound as described above, or may further include another organic or inorganic 
15 compound. 

[0037] 

Next, the third layer 113 will be described. The third layer 113 is a layer that 
takes on the function of transporting electrons to the second layer 112, includes at least 
a third organic compound and a third inorganic compound that exhibits an electron 

20 donating property to the third organic compound (serves as an electron donor). What 
is important is that the third inorganic compound is not only mixed with the third 
organic compound but also exhibits an electron donating property to the third organic 
compound (serves as an electron donor). This structure generates a lot of hole carriers 
in the third organic compound, which originally has almost no inherent carrier, to 

25 provide an excellent electron injecting/transporting property. 
[0038] 

Therefore, the third layer 113 provides not only advantages that are considered 
obtained by mixing an inorganic compound (for example, improvement in heat 
resistance) but also excellent conductivity (in particular, electron injecting and 
30 transporting properties in the case of the third layer 113). This excellent conductivity 
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is an advantage that is not able to be obtained from a conventional electron transporting 
layer 213 (FIG. 2) in which an organic compound and an inorganic compound that do 
not electronically interact with each other are simply mixed. This advantage makes it 
possible to lower a driving voltage more than ever before. In addition, since the first 
5 layer 113 can be made thicker without causing an increase in driving voltage, short 
circuit of an element due to dust and the like can also be suppressed. 
[0039] 

Meanwhile, it is preferable to use an electron-transporting organic compound 
as the third organic compound since electron carriers are generated in the third organic 

10 compound as described above. Examples of the hole-transporting organic compound 
include, but are not limited to, tris (8 -quinolinolato) aluminum (abbreviation: Alq 3 ), 
tris (4 - methyl - 8 - quinolinolato) aluminum (abbreviation: Almq 3 ), bis (10 - 
hydroxybenzo [h] quinolinato) beryllium (abbreviation: BeBq 2 ), bis (2 - methyl - 8 
quinolinolato) (4 - phenylphenolato) - aluminum (abbreviation: BAlq), bis [2 - (2* - 

15 hydroxyphenyl) - benzoxazolato] zinc (abbreviation: ZnBOX) or bis [2 - (2* - 
hydroxyphenyl) benzothiazolato] zinc (abbreviation: Zn(BTZ) 2 ), bathophenanthroline 
(abbreviation: BPhen), bathocuproin (abbreviation: BCP), 2 - (4 - biphenylyl) - 5 - (4 - 
tert - butylphenyl) - 1, 3, 4 - oxadiazole (abbreviation: PBD), 1, 3 - bis [5 - (4 - tert • 
butylphenyl) - 1, 3, 4 - oxadiazole - 2 - yl] benzene (abbreviation: OXD-7), 2, 2\ 2" - (1, 

20 3, 5 - benzenetriyl) - tris (1 - phenyl - 1H - benzimidazole) (abbreviation: TPBI), 3 - (4 - 
biphenylyl) - 4 - phenyl - 5 - (4 - tert - butylphenyl) - 1, 2, 4 - triazole (abbreviation: 
TAZ), and 3 - (4 - biphenylyl) - 4 - (4 - ethylphenyl) - 5 - (4 - tert - butylphenyl) - 1, 2, 4 
- triazole (abbreviation: p-EtTAZ). In addition, of the compound mentioned above, 
chelate metal complexes each having a chelate ligand including an aromatic ring as 

25 typified by Alq 3 , Almq 3 , BeBq 2 , BAlq, Zn(BOX) 2 , and Zn(BTZ) 2 , organic compounds 
each having a phenanthroline skeleton as typified by BPhen and BCP, and organic 
compounds each having an oxadiazole skeleton as typified by PBD and OXD-7 easily 
generate electron carriers, and are suitable groups of compounds for the third organic 
compounds. 

30 [0040] 
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While on the other hand, the third inorganic compound may be any material as 
long as the material easily donates electrons from the third organic compound, and 
various metal oxides and metal nitrides can be used. However, alkali metal oxides, 
alkali-earth metal oxides, rare-earth metal oxides, alkali metal nitrides, alkali-earth 

5 metal nitrides, and rare-earth metal nitrides are preferred since an electron donating 
property is easily provided. Specifically, examples of the oxides mentioned above 
include lithium oxide, strontium oxide, barium oxide, erbium oxide, lithium nitride, 
magnesium nitride, calcium nitride, yttrium nitride, and lanthanum nitride. In 
particular, lithium oxide, barium oxide, lithium nitride, magnesium nitride, and calcium 

10 nitride are preferred since these oxides and nitrides can be used easily for vacuum 
deposition. 

[0041] 

It is to be noted that the third layer 113 may be formed by stacking a plurality 
of layers each including a combination of an organic compound and an inorganic 
15 compound as described • above, or may further include another organic compound or 
inorganic compound. 
[0042] 

Next, the second layer 112 will be described. The second layer 112 is a layer 
that takes on the function of emitting light, and includes at least a second organic 
20 compound that is luminescent and a second inorganic compound. The second layer 
may have the same structure as a light-emitting layer 212 in FIG. 2, and can be formed 
by mixing some of various luminescent organic compounds and inorganic compounds. 
However, since it is believed that it is hard to apply a current to the second layer 112 as 
compared with the first layer 111 or the third layer 113, it is preferable that the thickness 
25 of the second layer 112 be approximately 10 to 100 nm. 
[0043] 

The second organic compound is not particularly limited as ling as a 
luminescent organic compound is used, and examples of the second organic compound 
include 9, 10 - di (2 - naphthyl) anthracene (abbreviation: DNA), 9, 10 - di (2 - 
30 naphthyl) - 2 - tert - butylanthracene (abbreviation: t-BuDNA), 4, 4' - bis (2, 2 - 
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diphenylvinyl) biphenyl (abbreviation: DPVBi), coumarin 30, coumarin 6, coumarin 
545, coumarin 545T, perylene, rubrene, periflanthene, 2, 5, 8, 11 - tetra {tert - butyl) 
perylene (abbreviation: TBP), 9, 10 - diphenylanthracene (abbreviation: DPA), 4 - 
(dicyanomethylene) - 2 - methyl - [p - (dimethylamino) styryl] - 4H - pyran 

5 (abbreviation: DCM1), 4 - (dicyanomethylene) - 2 - methyl - 6 - [2 - Qriolidine " 9 - yl) 
ethenyl] - 4H - pyran (abbreviation: DCM2), and 4 - (dicyanomethylene) - 2, 6 - bis [p - 
(dimethylamino) styryl] - 4H - pyran (abbreviation: BisDCM). In addition, it is also 
possible to used compounds that are capable of producing phosphorescence such as bis 
[2 - (4', .6' - difluorophenyl) pyridinato - N, C 2 ] iridium (picolinate) (abbreviation: 

10 FIrpic), bis {2 - [3 s , 5' - bis (trifluoromethyl) phenyl] pyridinato - N, C 2 '} iridium 
(picolinate) (abbreviation: Ir(CF 3 ppy)2(pic)), tris (2 - phenylpyridinato - N, C 2 ) iridium 
(abbreviation: Ir(ppy>3), bis (2 - phenylpyridinato - N, C 2 ) iridium (acetylacetonate) 
(abbreviation: Ir(ppy) 2 (acac)), bis [2 - (2* - thienyl) pyridinato - N, C 3 '] iridium 
(acetylacetonate) (abbreviation: Ir(thp)2(acac)), bis (2 - phenylquinolinato - N, C 2 ) 

15 iridium (acetylacetonate) (abbreviation: Ir(pq) 2 (acac)), and bis [2 - (2' - benzothienyl) 
pyridinato - N, C 3 '] iridium (acetylacetonate) (abbreviation: Ir(btp) 2 (acac)). 
[0044] 

Further, the second layer 112 may include not only the second organic 
compound described above, which produces luminescence, but also another organic 

20 compound added. Examples of organic compounds that can be added include, but are 
not limited to, TDATA, MTDATA, m-MTDAB, TPD, NPB, DNTPD, TCTA, AJq 3 , 
Almq 3 , BeBq 2 , BAlq, Zn(BOX) 2 , Zn(BTZ) 2 , BPhen, BCP, PBD, OXD-7, TPBI, TAZ, 
p-EtTAZ, DNA, t-BuDNA, and DPVBi, which are mentioned above, and further, 4, 4 3 - 
bis (N - carbazolyl) - biphenyl (abbreviation: CBP) and 1, 3, 5 - tris [4 - (N - carbazolyl) 

25 - phenyl] benzene (abbreviation: TCPB). It is to be noted that it is preferable that the 
organic compound, which is added in addition to the second organic compound as 
described above, have larger excitation energy than the second organic compound and 
be added more than the second organic compound in order to make the second organic 
compound produce luminescence efficiently (which makes it possible to prevent 

30 concentration quenching of the second organic compound). In addition, as another 
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function, the added organic compound may produce luminescence along with the 
second organic compound (which makes it possible to produce a white luminescence). 
[0045] 

The second inorganic compound may be any inorganic material as long as 
5 luminescence of the second organic compound is not easily subject to quenching by the 
inorganic compound, and various metal halides, metal oxides, metal nitrides can be used. 
In particular, metal oxides each having a metal that belongs to Group 13 or 14 of the 
periodic table are preferred since luminescence of the second organic compound is not 
easily subject to quenching, and specifically, aluminum oxide, gallium oxide, silicon 
10 oxide, and germanium oxide are preferred. However, the second inorganic compound 
is node limited these, and lithium fluoride, calcium fluoride, and magnesium fluoride 
can be also used. 
[0046] 

It is to be noted that the second layer 112 may be formed by stacking a 
15 plurality of layers each including a combination of an organic compound and an 
inorganic compound as described above, or may further include another organic or 
inorganic compound. 

[0047] 

Next, materials that can be used for the first electrode 101 or the second 
20 electrode 102 will be described. It is preferable to use a material that has a larger work 
function (specifically, a material that has a work function of 4.5 eV or more) for the first 
electrode 101 and a material that has a smaller work function (specifically, a material 
that has a work function of 3.5 eV or less) for the second electrode 102. However, 
since the first layer 111 and the third layer 113 are respectively superior in hole 
25 injecting/transporting property and electron injecting/transporting property, either the 
first electrode 101 or the second electrode 102 is subjected to almost no restriction on 
work function, and various materials can be used for the first electrode and the second 
electrode 102. 

[0048] 

30 At least one of the first electrode 101 and the second electrode 102 has a 
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FIGS. 4Ato 4C show cases each including the composite layer 103 formed by 
stacking the third layer 113, the second layer 112, and the first layer 113 in this order 
from the substrate 100 side. In these cases, when the first electrode 101 has a light 
blocking effect (in particular, reflectivenss) and the second electrode 102 has a 
5 light-transmitting property, light is extracted from the substrate 100 side as shown in 
FIG. 4A. In addition, when the first electrode 101 has a light-transmitting property and 
the second electrode 102 has a light blocking effect (in particular, reflectivenss), light is 
extracted from the side opposite to the substrate 100 as shown in FIG. 4B. Further, 
when both the first electrode 101 and the second electrode 102 have a light-transmitting 
10 property, light can be emitted from both the substrate 100 side and the side opposite to 
the substrate 100 as shown in FIG. 4C 
[0052] 

As described above, the layer sandwiched between the first electrode 101 and 
the second electrode 102 is composed of the composite layer 103 in the light-emitting 

15 element according to the present invention, and what is more is that the light-emitting 
element, is a novel organic-inorganic composite light-emitting element provided with 
layers (that is, the first layer 111 and the third layer 113) that provide a function called a 
high carrier injecting/transporting property by mixing an organic compound and an 
inorganic compound, which is not obtainable from either the organic compound or the 

20 inorganic compound by itself. This structure is different from not only the 
light-emitting element shown in FIG. 2 but also conventional organic EL element and 
inorganic EL element. Therefore, a light-emitting element according to the present 
invention is hereinafter referred to as a composite electroluminescent element (CEL 
element). 

25 [0053] 

Further, various known methods can be used as a method for forming the 
composite layer 103, which is a layer in which an organic compound and an inorganic 
compound are mixed. For example, the known methods include a co-evaporation 
method of evaporating both an organic compound and an inorganic compound by 

30 resistance heating. In addition, for co-evaporation, an inorganic compound may be 
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light-transmitting property. In that case, a transparent conductive film may be used 
specifically, for which indium tin oxide QTO% indium zinc oxide QZO), indium tin 
oxide doped with silicon oxide (ITSO), and the like can be used. In addition, any one 
of the first electrode 101 and the second electrode 102 may have a light blocking effect 

5 (particularly, reflectiveness), for which a conductive film including a metal such as 
titanium, tungsten, nickel, gold, platinum, silver, aluminum, magnesium, calcium, or 
lithium, a conductive film including an alloy of the metals, and the like can be used. 
Each of the first electrode 101 and the second electrode 102 may be an electrode formed 
by laminating a metal thin film such as aluminum silver, or gold and the transparent 

10 conductive film described above, which function as half mirrors. 
[0049] 

It is to be noted that the light-emitting element according to the present 
invention has different variations by changing the types of the first electrode 101 and 
the second electrode 102. FIGS. 3A to 3C and FIGS. 4A to 4C show schematic views 
15 of the variations. It is to be noted that the reference numerals in FIG 1 are cited in 
FIGS. 3Ato 3C and FIGS. 4Ato 4C, and that reference numeral 100 denotes a substrate 
supporting a light-emitting element according to the present invention. 

[0050] 

FIGS. 3A to 3C show cases each including the composite layer 103 formed by 
20 stacking the first layer 111, the second layer 112, and the third layer 113 in this order 
from the substrate 100 side. In these cases, when the first electrode 101 has a 
light-transmitting property and the second electrode 102 has a light blocking effect (in 
particular, reflectivenss), light is emitted from the substrate 100 side as shown in FIG. 
3A. In addition, when the first electrode 101 has a light blocking effect (in particular, 
25 reflectivenss) and the second electrode 102 has a light-transmitting property, light is 
emitted from the side opposite to the substrate 100 as shown in FIG. 3B. Further, when 
both the first electrode 101 and the second electrode 102 have a light-transmitting 
property, light can be emitted from both the substrate 100 side and the side opposite to 
the substrate 100 as shown in FIG 3C. 
30 [0051] 
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evaporated by an electron beam (EB) while evaporating an organic compound by 
resistance heating. Further, the known methods also include a method of sputtering an 
inorganic compound while evaporating an organic compound by resistance heating to 
deposit the both at the same time. In addition, deposition may be performed by a wet 
5 method. 

[0054] 

In addition, for the first electrode 101 and the second electrode 102, 
evaporation by resistance heating, EB evaporation, sputtering, a wet method, and the 
like can be used in the same way. 
10 [0055] 

[Embodiment Mode 2] 

In Embodiment Mode 2, an embodiment of a CEL element according to the 
present invention, which is different from Embodiment Mode 1, will be described. 
FIG. 5 shows the structure of the element. It is to be noted that the reference numerals 
15 in FIG. 1 are cited in FIG. 5. 
[0056] 

FIG. 5 shows a light-emitting element sandwiching a composite layer 103 in 
which an organic compound and an inorganic compound are mixed between a first 
electrode 101 and a second electrode 102. As shown in the figure, the composite layer 
20 103 includes a first layer 111, a second layer 112, a third layer 113, and a fourth layer 
114. 

[0057] 

Since the same structures as the respective layers in Embodiment Mode 1 (that 
is, FIG 1) can be applied to the first electrode 101, the second electrode 102, the first 
25 layer 111, the second layer 112, and the third layer 113, explanations thereof are omitted. 
The thing that is different from Embodiment Mode 1 is that the fourth layer 114 is 
provided between the third layer 113 and the second electrode 102. 

[0058] 

The fourth layer 114 includes at least a fourth organic compound and a fourth 
30 inorganic compound that exhibits an electron accepting property to the fourth organic 
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compound (serves as an electron acceptor). Therefore, the same compound as the first 
organic compound cited in Embodiment Mode 1 can be used as the fourth organic 
compound, and the same compound as the first inorganic compound cited in 
Embodiment Mode lean be used as the fourth inorganic compound. However, as the 
5 fourth organic compound, the same compound as the first organic compound may be 
used, or a different compound from the first organic compound may be used. In 
addition, as the fourth inorganic compound, the same compound as the first organic 
compound may be used, or a different compound from the first organic compound may 
be used. 

10 [0059] 

In this structure described above, as described in FIG 5, electrons are donated 
and accepted in the vicinity of the interface between the third layer 113 and the fourth 
layer 114 by applying a voltage, electrons and holes are generated, and the fourth layer 
114 transports the holes to the second electrode 102 while the third layer 113 transports 

15 the electrons to the second layer 112. Namely, the combination of the third layer 113 
and the fourth layer 114 serves as a carrier generating layer. In addition, it can be said 
that the fourth layer 114 takes on the function of transporting holes to the second 
electrode 102. Further, it is also possible to have a multiphoton light-emitting element 
by stacking another second layer and third layer additionally between the fourth layer 

20 114 and the second electrode 102. 
[0060] 

In addition, as will be described later in Embodiment 1, a mixed layer (that is, 
the first layer 111 or the fourth layer 114) including an organic compound and an 
inorganic compound that exhibits an electron accepting property to the organic 

25 compound (serves as an electron acceptor) exhibits an extremely high hole 
injecting/transporting property. Therefore, the layers on the sides of the composite 
layer 103 can be made much thicker in the CEL element in Embodiment Mode 2 as 
compared with Embodiment Mode 1, and further, short circuit of the element can be 
prevented effectively. In addition, to take FIG. 5 as an example, it is also possible to 

30 reduce damage to the second layer 112 in which a luminescent organic compound is 
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existing, for example, when the second electrode 102 is deposited by sputtering. 
Further, the advantage that stress strain is suppressed can be expected by forming the 
first layer 111 and the fourth layer 114 with the use of the same material since the layers 
on the sides of the composite layer 103 are formed with the used of the same material. 

5 [0061] 

It is to be noted that the CEL element according to Embodiment Mode 2 also 
has, as in Embodiment Mode 1, different variations by changing the types of the first 
electrode 101 and the second electrode 102. FIGS. 6A to 6C and FIGS. 7 A to 7C show 
schematic views of the variations. It is to be noted that the reference numerals in FIG. 

10 5 are cited in FIGS. 6A to 6C and FIGS. 6A to 6C, and that reference numeral 100 
denotes a substrate supporting a CEL element according to the present invention. 
[0062] 

FIGS. 6A to 6C show cases each including the composite layer 103 formed by 
stacking the first layer 111, the second layer 112, the third layer 113, and the fourth 

15 layer 114 in this order from the substrate 100 side. In these cases, when the first 
electrode 101 has a light-transmitting property and the second electrode 102 has a light 
blocking effect (in particular, reflectivenss), light is emitted from the substrate 100 side 
as shown in FIG. 7A. In addition, when the first electrode 101 has a light blocking 
effect (in particular, reflectivenss) and the second electrode 102 has a light-transmitting 

20 property, light is emitted from the side opposite to the substrate 100 as shown in FIG 7B. 
Further, when both the first electrode 101 and the second electrode 102 have a 
light-transmitting property, light can be emitted from both the substrate 100 side and the 
side opposite to the substrate 100 as shown in FIG. 7C. 
[0063] 

25 FIGS. 7A to 7C show cases each including.the composite layer 103 formed by 

stacking the fourth layer 114, the third layer 113, the second layer 112, and the first 
layer 113 in this order from the substrate 100 side. In these cases, when the first 
electrode 101 has a light blocking effect (in particular, reflectivenss) and the second 
electrode 102 has a light-transmitting property, light is extracted from the substrate 100 

30 side as shown in FIG. 7A. In addition, when the first electrode 101 has a 
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light-transmitting property and the second electrode 102 has a light blocking effect (in 
particular, reflectivenss), light is extracted from the side opposite to the substrate 100 as 
shown in FIG 7B. Further, when both the first electrode 101 and the second electrode 
102 have a light-transmitting property, light can be emitted from both the substrate 100 
5 side and the side opposite to the substrate 100 as shown in FIG. 7C. 
[0064] 

Further, various known methods can be used as a method for forming the 
composite layer 103, which is a layer in which an organic compound and an inorganic 
compound are mixed. For example, the known methods include a co-evaporation 

10 method of evaporating both an organic compound and an inorganic compound by 
resistance heating. In addition, for co-evaporation, an inorganic compound may be 
evaporated by an electron beam (EB) while evaporating an organic compound by 
resistance heating. Further, the known methods also include a method of sputtering an 
inorganic compound while evaporating an organic compound by resistance heating to 

15 deposit the both at the same time. In addition, deposition may be performed by a wet 
method. 

[0065] 

In addition, for the first electrode 101 and the second electrode 102, 
evaporation by resistance heating, EB evaporation, sputtering, a wet method, and the 
20 like can be used in the same way. 
[0066] 
[Embodiment Mode 3] 

In the present embodiment mode, a light-emitting device that has a CEL 
element according to the present invention in a pixel portion will be described with 
25 reference to FIG 8-(l) and 8-(2). FIG. 8-(l) is a top view showing the light-emitting 
device and FIG 8-(2) is a cross-sectional view taken along A-A in FIG 8-(2). 
Reference numeral 801 indicated by a dotted line denotes a source-side driver circuit, 
reference numeral 802 denotes a pixel portion, and reference numeral 803 denotes a 
gate-side driver circuit. In addition, reference numerals 804 and 805 denote a sealing 
30 substrate and a sealing material, respectively. A region 806 surrounded by the sealing 
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material 805 may be a space filled with an inert gas or may be filled with a solid such as 
a resin. 

[0067] 

A connecting wiring 807 for transmitting signals to be input to the source-side 
5 driver circuit 801 and the gate side driver circuit 803 receives signals such as a video 
signal, a clock signal, a start signal, and a reset signal from an FPC (Flexible Printed 
Circuit) 808 to serve as an external input terminal. It is to be noted that although only 
the FPC is shown here, a printed wiring board (PWB) may be attached to this FPC. 
The light-emitting device according to the present invention includes not only a 
10 light-emitting device body but also a state in which an FPC or a PWB is attached 
thereto. 

[0068] 

Next, the sectional structure will be described with reference to FIG 8-(2). 
Although the driver circuits and the pixel portion are formed over a substrate 810, the 
15 source-side driver circuit 801 as a driver circuit portion and the pixel portion 802 are 
shown here. 

[0069] 

In the source-side driver circuit 801, a CMOS circuit is formed by a 
combination of an n-channel TFT 823 and a p-channel TFT 824. The TFTs forming 
20 the driver circuit may be formed by using a known CMOS circuit, PMOS circuit, or 
NMOS circuit. Although the present embodiment mode shows a driver integrated type 
in which a driver circuit is formed over a substrate, which is not always necessary, the 
driver circuit can be formed not over the substrate but outside the substrate. 

[0070] 

25 Further, the pixel portion 802 has a plurality of pixels, each including a 

switching TFT 811, a current controlling TFT 812, and a first electrode 813 electrically 
connected to a drain of the controlling TFT 812. In addition, an insulator 814 is 
formed to cover an edge portion of the first electrode 813. Here, a positive 
photosensitive acrylic resin film is used to form the insulator 814. 

30 [0071] 
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Besides, in order to obtain a favorable coverage, the insulator 814 is formed so 
as to have a top portion or a bottom potion with a curved surface that has a curvature. 
For example, in the case of using a positive photosensitive acrylic as a material for the 
insulator 814, it is preferable that only a top portion of the insulator 814 have a curved 
5 surface with a curvature radius (0.2 to 3 \xm). In addition, any of a negative 
photosensitive material that is insoluble in an etchant by light and a positive 
photosensitive material that is soluble in an etchant by light can be used for the insulator 
814. 

, [0072] 

10 On the first electrode 813, a composite layer 815 and a second electrode 817 

are formed to form a CEL element structure. The structures described in Embodiment 
Mode 1 or 2 may be applied to the structures of the first electrode 813, the composite 
layer 815, and the second electrode 816. 
[0073] 

15 Further, the sealing substrate 804 and the substrate 810 are bonded with the 

sealing material 805 to have a structure where the CEL element 817 is provided in the 
region surrounded by the substrate 810, the sealing substrate 804, and the sealing 
material 805. It is to be noted that the region 806 also includes a structure of filling 
with the sealing material 805 in addition to a case of filling with an inert gas (for 

20 example, nitrogen or argon). 
[0074] 

It is to be noted that it is preferable to use an epoxy resin for the sealing 
material 805. In addition, it is desirable to use a material that allows permeation of 
moisture or oxygen as little as possible. Further, as a material to be used for the 
25 sealing substrate 804, a plastic substrate composed of FRP (Fiberglass-Reinforced 
Plastics), PVF (polyvinylfluoride), Mylar, polyester, acrylic, or the like can be used 
besides a glass substrate and a quarts substrate. 

[0075] 

As described above, a light-emitting device that has a CEL element according 
30 to the present invention can be obtained. 
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[0076] 
[Embodiment mode 4] 

In the present embodiment mode, various electronic appliances completed by 
5 using a light-emitting device that has an CEL element according to the present invention 
will be described. 
[0077] 

Electronic appliances according to the present invention include a video 
camera, a digital camera, a goggle-type display (head mount display), a navigation 

10 system, a sound reproduction device (for example, an in-car audio system or a audio 
component), a personal computer, a game machine, a personal digital assistance (for 
example, a mobile computer, a cellular phone, a portable game machine, or an 
electronic book), and an image reproduction device equipped with a recording medium 
(specifically, a device equipped with a display, which can reproduce a recording 

15 medium such as a Digital Versatile Disc (DVD) and display the image). Specific 
examples of these electronic appliances are shown in FIGS. 9Ato 9G. 
[0078] 

FIG. 9A shows a display device, which includes a frame body 9101, a support 
9102, a display portion 9103, a speaker portion 9104, and a video input terminal 9105. 

20 The display device is manufactured, by using a light-emitting device that has a CEL 
element according to the present invention for the display portion 9103. It is to be 
noted that the display device includes all devices for displaying information such as for 
a computer, for receiving TV broad casting, and for displaying an advertisement. 
Since the driving voltage of the CEL element according to the present invention is lower, 

25 a display device with lower power consumption can be provided. In addition, since 
defects in pixels do not easily occur and the change in luminance with time is less, 
high-definition images can be displayed over a long period of time. 
[0079] 

FIG. 9B shows a personal computer, which includes a main body 9201, a frame 
30 body 9202, a display portion 9203, a keyboard 9204, an external connection port 9205, 



WO 2006/038573 



PCT/JP2005/018225 



26 



and a pointing mouse 9206. The personal computer is manufactured by using a 
light-emitting device that has a CEL element according to the present invention for the 
display portion 9203. Since the driving voltage of the CEL element according to the 
present invention is lower, a laptop computer can.be particularly used for a long time 
5 even when a battery is used. In addition, since defects in pixels do not easily occur 
and the change in luminance with time is less, high-definition images can be displayed 
over a long period of time. 
[0080] 

FIG.9C shows a mobile computer, which includes a main body 9301, a display 
10 portion 9302, a switch 9303, operation keys 9304, and an infrared port 9305. The 
mobile computer is manufactured by using a light-emitting device that has a CEL 
element according to the present invention for the display portion 9302. Since the 
driving voltage of the CEL element according to the present invention is lower, the 
power consumption of the mobile computer can be lowered* Thus, the mobile 
15 computer can be used for a long time by recharging the mobile computer once. In 
addition, since a battery incorporated in the mobile computer can be miniaturized, the 
mobile computer can be reduced in weight. 
[0081] 

FIG. 9D shows a portable image reproduction device equipped with a recording 
20 medium (specifically, a DVD reproduction, device), which includes a main body 9401, a 
frame body 9402, a display portion A 9403, a display portion B 9404, a recording 
medium (for example, a DVD) reading portion 9405, an operation key 9406, and a 
speaker portion 9407. The display portion A 9403 is used mainly for displaying image 
information while the display portion B 9404 is used mainly for displaying character 
25 information. The portable image reproduction device is manufactured by using a 
light-emitting device that has a CEL element according to the present invention for the 
display portion A 9403 and the display portion B 9404. The image reproduction 
device equipped with the recording medium further includes a home game machine and 
the like. Since the driving voltage of the CEL element according to the present 
30 invention is lower, an image reproduction device with lower power consumption can be 
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provided. In addition, since defects in pixels do not easily occur and the change in 
luminance with time is less, high-definition images can be displayed over a long period 
of time. 

[0082] 

5 FIG. 9E shows a goggle-type display (head mount display), which includes a 

main body 9501, a display portion 9502, and an arm portion 9503. The goggle-type 
display (head mount display) is manufactured by using a light-emitting device that has a 
CEL element according to the present invention for the display portion 9502. Since 
the driving voltage of the CEL element according to the present invention is lower, a 
10 goggle-type display with lower power consumption can be provided. In addition, 
since defects in pixels do not easily occur and the change in luminance with time is less, 
high-definition images can be displayed over a long period of time. 
[0083] 

FIG 9F shows a video camera, which includes a main body 9601, a display 
15 portion 9602, a frame body 9603, an external connection port 9604, a remote-control 
receiving portion 9605, an image receiving portion 9606, a battery 9607, a sound input 
portion 9608, operation keys 9609, and an eye piece 9610. The video camera is 
manufactured by using a light-emitting device that has a CEL element according to the 
present invention for the display portion 9602. Since the driving voltage of the CEL 
20 element according to the present invention is lower, the power consumption of the video 
camera can be lowered. Thus, the video camera can be used for a long time by 
recharging the video camera once. In addition, since a battery incorporated in the 
video camera can be miniaturized, the video camera can be reduced in weight 
[0084] 

25 FIG 9G shows a cellular phone, which includes a main body 9701, a frame 

body 9702, a display portion 9703, a sound input portion 9704, a sound output portion 
9705, an operation key 9706, an external connection port 9707, and an antenna 9708. 
The cellular phone is manufactured by using a light-emitting device that has a CEL 
element according to the present invention for the display portion 9703. Since the 

30 driving voltage of the CEL element according to the present invention is lower, the 
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cellular phone of the mobile computer can be lowered. Thus, the cellular phone can be 
used for a long time by recharging the cellular phone once. In addition, since a battery 
incorporated in the cellular phone can be miniaturized, the cellular phone can be 
reduced in weight. 
5 [0085] 

As described above, a light-emitting device that has a CEL element according 
to the present invention is capable of quite wide application, and can be applied to 
electronic appliances in all fields. 
[Embodiment 1] 
10 [0086] 

In Embodiment 1, concerning a layer in which an organic compound and 
inorganic compound are mixed, examination cases for the combination of the organic 
compound and the inorganic compound will be exemplified. 

[0087] 

15 [Deposition Example 1] 

First, a glass substrate is fixed in a substrate holder in a vacuum deposition 
system. Then, NPB and molybdenum oxide (VI) are respectively put different 
evaporation sources of a resistance-heating type, and a mixed layer including NPB and 
molybdenum oxide is formed by co-evaporation while drawing a vacuum. In this case, 

20 NPB is evaporated at a deposition rate of 0.4 nm/s, and molybdenum oxide is 
evaporated so that the weight ratio of molybdenum oxide to NPB is 1/4. Therefore, 
the mole ratio is NPB : molybdenum oxide = 1:1. It is to be noted that the film 
thickness of the mixed layer is made 50 nm. 
[0088] 

25 The result of measuring a transmission spectrum of the thus deposited mixed 

layer including NPB and molybdenum oxide is shown by 1-A in FIG. 10. For 
comparison, a transmission spectrum of an NPB film (1-B in FIG. 10) and a 
transmission spectrum of a molybdenum oxide film (1-C in FIG. 10) are shown together. 
[0089] 

30 As is understood from FIG. 10, in the case of the mixed film shown by 1-A, 
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new absorption (a portion circled in FIG 10) is observed, which is not observed in the 
case of each film of NPB or molybdenum oxide by itself. It is believed that this is 
because electrons are donated and accepted between the NPB and the molybdenum 
oxide so the molybdenum oxide accepts electrons from the NPB to generate holes in the 
5 NPB. 

[0090] 

Therefore, the mixed layer including NPB and molybdenum oxide, which is 
deposited in Deposition Example 1, can be used as the first layer and/or the fourth layer 
in the CEL element according to the present invention. 
10 [0091] 

[Deposition Example 2] 

A transmission spectrum of a mixed film including m-MTDAB and 
molybdenum oxide is measured, where the mixed film is manufactured in the same way 
as in Deposition Example 1 by replacing NPB in Deposition Example 1 with 
15 m-MTDAB. The result is shown by 2-A in FIG. 11. For comparison, a transmission 
spectrum of an m-MTDAB film (2-B in FIG 11) and a transmission spectrum of a 
molybdenum oxide film (2-C in FIG 11) are shown together. 

[0092] 

As is understood from FIG 11, in the case of the mixed film shown by 2-A, 
20 new absorption (a portion circled in FIG. 11) is observed, which is not observed in the 
case of each film of m-MTDAB or molybdenum oxide by itself. It is believed that this 
is because electrons are donated and accepted between the m-MTDAB and the 
molybdenum oxide so the molybdenum oxide accepts electrons from the m-MTDAB to 
generate holes in the m-MTDAB. 
25 [0093] 

Therefore, the mixed layer including m-MTDAB and molybdenum oxide, 
which is deposited in Deposition Example 2, can be used for the first layer and/or the 
fourth layer in the CEL element according to the present invention. 

[0094] 

30 [Deposition Example 3] 
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A transmission spectrum of a mixed film including AIq3 and molybdenum 
oxide is measured, where the mixed film is manufactured in the same way as in 
Deposition Example 1 by replacing NPB in Deposition Example 1 with Alq 3 . The 
result is shown by 3-A in FIG 12. For comparison, a transmission spectrum of an Alq3 
5 film (3-B in FIG. 12) and a transmission spectrum of a molybdenum oxide film (3-C in 
FIG. 12) are shown together. 
[0095] 

As is understood from FIG. 12, the transmission spectrum of the mixed film, 
which is shown by 3-A, is a mere combination of the transmission spectrum of Alq 3 by 
10 itself (3-B) and the transmission spectrum of molybdenum oxide by itself (3-C), and 
new absorption is not generated. This indicates that electrons are not donated or 
accepted between the Alq 3 and the molybdenum oxide. Namely, in this case, it can be 
said that no level with respect to the Alq 3 is formed by the molybdenum oxide so that 
luminescence of Alq 3 is not easily subject to quenching. 
15 [0096] 

Therefore, the mixed layer including Alq 3 and molybdenum oxide, which is 
deposited in Deposition Example 3, can be used for the second layer in the CEL element 
according to the present invention. 
[Embodiment 2] 
20 " [0097] 

In Embodiment 2, concerning a layer in which an organic compound and 
inorganic compound are mixed, the result of examining electrical characteristics will be 
described. 

[0098] 

25 First, a glass substrate on which an ITSO 110 nm in film thickness is deposited 

is prepared. The surface of the ITSO has a periphery covered with an insulating film 
to expose a portion of the surface (size: 2 mm on a side). 
[0099] 

Next, the glass substrate is fixed in a substrate holder in a vacuum deposition 
30 system so that the side with the ITSO formed is made down. Then, NPB and 
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molybdenum oxide (VI) are respectively put different evaporation sources of a 
resistance-heating type, and a mixed layer including NPB and molybdenum oxide is 
formed by co-evaporation while drawing a vacuum. In this case, NPB is evaporated at 
a deposition rate of 0.4 nm/s, and molybdenum oxide is evaporated so that the weight 
5 ratio of molybdenum oxide to NPB is 1/2. Therefore, the mole ratio is NPB : 
molybdenum oxide = 1:2. It is to be noted that the film thickness of the mixed layer 
is made 50 nm. Further, aluminum (Al) is deposited thereon to be 150 nm. 
[0100] 

Concerning the thus obtained laminated structure of the ITSO, the mixed layer 

10 including NPB and molybdenum oxide, and the Al > FIG. 13 shows the result of 
examining voltage-current characteristics. As shown in FIG. 13, it is determined that 
the voltage-current characteristics are almost linear while being a slightly convex 
downward curve and the current in accordance with Ohm's law is thus dominant. 
Therefore, it is believed that there is almost no hole injection barrier between the ITSO 

15 and the mixed layer, which suggests that holes are efficiently injected and transported. 
It is to be noted that the resistivity p in this case is p = (0.5/0.0129) x (4 x 10" 6 ) / (50 x 
10" 9 ) = 3.1 x 10 3 [Qm] since it is 12. 9 mA that flows when a voltage of 0.5 V is applied, 
the electrode (ITSO) area is 4 mm 2 , and the film thickness is 50 nm. Accordingly, the 
resistivity p is in the range of a semiconductor. 

20 [0101] 

From the result described above, the mixed layer including NPB and 
molybdenum oxide has an excellent hole injecting/transporting property, and can be 
used for the first layer and/or the fourth layer in the CEL element according to the 
present invention. 

25 [Embodiment 3] 
[0102] 

In Embodiment 3, a specific structure of the CEL element according to the 
present invention, which is disclosed in Embodiment Mode 1, will be exemplified. It 
is to be noted that the reference numerals in FIG 1 are cited in Embodiment 3. 
30 [0103] 
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First, a glass substrate on which an ITSO 110 nm in film thickness is deposited 
is prepared. The deposited ITSO functions as the first electrode 101 in the present 
embodiment. 

[0104] 

5 Next, the glass substrate with the first electrode 101 formed is fixed in a 

substrate holder in a vacuum deposition system so that the side with the first electrode 
101 formed is made down. Then, NPB and molybdenum oxide (VI) are respectively 
put different evaporation sources of a resistance-heating type, and the first layer 111 in 
which NPB and molybdenum oxide are mixed is formed by co-evaporation while 

10 drawing a vacuum. In this case, NPB is evaporated at a deposition rate of 0.4 nm/s, 
and molybdenum oxide is evaporated so that the weight ratio of molybdenum oxide to 
NPB is 1/4. The film thickness of the first layer 111 is made 120 nm. 
[0105] 

Next, the second layer 112 is formed on the first layer 111. In the present 
15 embodiment, the second layer 112 in which Alq 3 and molybdenum oxide are mixed is 
formed by co-evaporating Alq 3 and molybdenum oxide (VI). In this case, Alq 3 is 
evaporated at a deposition rate of 0.4 nm/s, and molybdenum oxide is evaporated so that 
the weight ratio of molybdenum oxide to Alq 3 is 1/4. The film thickness of the second 
layer 112 is made 30 nm. 
20 [0106] 

Further, the third layer 113 is formed on the second layer 112. In the present 
embodiment, the third layer 113 in which Alq 3 and lithium oxide are mixed is formed by 
co-evaporating Alq 3 and lithium oxide. In this case, AIq 3 is evaporated at a deposition 
rate of 0.4 nm/s, and lithium oxide is evaporated so that the weight ratio of lithium 
25 oxide to Alq 3 is 7/100. The film thickness of the third layer 113 is made 10 nm. 
[0107] 

Finally, as the second electrode 102, Al is deposited to be 150 nm, and a CEL 
element according to the present invention is thus obtained. 
[Embodiment 4] 
30 [0108] 
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In Embodiment 4, a specific structure of the CEL element according to the 
present invention, which is disclosed in Embodiment Mode 2, will be exemplified. It 
is to be noted that the reference numerals in FIG 5 are cited in Embodiment 4. 

[0109] 

5 First, a glass substrate on which ah ITSO 110 nm in film thickness is deposited 

is prepared. The deposited ITSO functions as the first electrode 101 in the present 
embodiment. 

[0110] 

Next, the glass substrate with the first electrode 101 formed is fixed in a 
10 substrate holder in a vacuum deposition system so that the side with the first electrode 
101 formed is made down. Then, NPB and molybdenum oxide (VI) are respectively 
put different evaporation sources of a resistance-heating type, and the first layer 111 in 
which NPB and molybdenum oxide are mixed is formed by co-evaporation while 
drawing a vacuum. In this case, NPB is evaporated at a deposition rate of 0.4 nm/s, 
15 and molybdenum oxide is evaporated so that the weight ratio of molybdenum oxide to 
NPB is 1/4. The film thickness of the first layer 111 is made 120 nm. 
[0111] 

Next, the second layer 112 is formed on the first layer 111. In the present 
embodiment, the second layer 112 in which Alq3 and magnesium fluoride (VI) are 
20 mixed is formed by co-evaporating AIq 3 and magnesium fluoride. In this case, Alq 3 is 
evaporated at a deposition rate of 0.4 nm/s, and molybdenum oxide is evaporated so that 
the weight ratio of magnesium fluoride to Alq 3 is 9/100. The film thickness of the 
second layer 112 is made 30 nm. _ 
[0112] 

25 Further, the third layer 113 is formed on the second layer 112. In the present 

embodiment, the third layer 113 in which Alq 3 and lithium oxide are mixed is formed by 
co-evaporating Alq 3 and lithium oxide. In this case, Alq 3 is evaporated at a deposition 
rate of 0.4 nm/s, and lithium oxide is evaporated so that the weight ratio of lithium 
oxide to Alq 3 is 7/100. The film thickness of the third layer 113 is made 10 nm. 

30 [0113] 
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Further, the fourth layer 114 is formed on the third layer 113. In the present 
embodiment, in the same way as the first layer 111, the fourth layer 114 in which NPB 
and molybdenum oxide are mixed is formed by co-evaporating NPB and molybdenum 
oxide. In this case, NPB is evaporated at a deposition rate of 0.4 nm/s, and 
5 molybdenum oxide is evaporated so that the weight ratio of molybdenum oxide to NPB 
is 1/4. The film thickness of the fourth layer 114 is made 120 nm. 
[0114] 

Finally, as the second electrode 102, Al is deposited to be 150 nm, and a CEL 
element according to the present invention is thus obtained. 
10 [0115] 

Although the present invention has been fully described by way of example 
with reference to the accompanying drawings, it is to be understood that various 
changes and modifications will be apparent to those skilled in the art. Therefore, 
unless such changes and modifications depart from the scope of the present invention 
15 hereinafter defined, they should be construed as being included therein. 
[0116] 

This application is based on Japanese Patent Application serial No. 
2004-290678 filed in Japan Patent Office on October 1, 2004, the entire contents of 
which are hereby incorporated by reference. 

20 
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CLAIMS 

1. A light-emitting element comprising: 

at least a first electrode and a second electrode; 
5 a first layer between the first electrode and the second electrode, said first layer 

including a first organic compound and a first inorganic compound that exhibits an 
electron accepting property to the first organic compound; 

a second layer between the first layer and the second electrode, said second 
layer including a second organic compound that is luminescent and a second inorganic 
10 compound; and 

a third layer between a second layer and the second electrode, said third layer 
including a third organic compound and a third inorganic compound that exhibits an 
electron donating property to the third organic compound. 

15 2. The light-emitting element according to claim 1, wherein the first organic 

compound is a hole transporting organic compound. 

3. The light-emitting element according to claim 1, wherein the first organic 
compound is an organic compound having an aromatic amine skeleton. 

20 

4. The light-emitting element according to claim 1, wherein the third organic 
compound is an electron transporting organic compound. 

5. The light-emitting element according to claim 1, wherein the third organic 
25 compound is one of a chelate metal complex having a chelate ligand including an 

aromatic ring, an organic compound having a phenanthroline skeleton, and an organic 
compound having an oxadiazole skeleton. 

6. The light- emitting element according to claim 1, wherein the first inorganic 
30 compound is a metal oxide. 
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7. The light-emitting element according to claim 6, wherein the metal oxide is 
a transition metal oxide having a transition metal that belongs to any one of Groups 4 to 
12 of the periodic table. 

5 

8. The light-emitting element according to claim 6, wherein the metal oxide is 
a metal oxide selected from the group consisting of vanadium oxide, molybdenum oxide, 
tungsten oxide, and rhenium oxide. 

10 9. The light-emitting element according to claim 1, wherein the first inorganic 

compound is a metal nitride. 

10. The light-emitting element according to claim 1, wherein the second 
inorganic compound is a metal oxide. 

15 

11. The light-emitting element according to claim 10, wherein the metal oxide 
is a metal oxide having a metal that belongs to any one of Groups 13 or 14 of the 
periodic table. 

20 12. The light-emitting element according to claim 10, wherein the metal oxide 

is a metal oxide selected from the group consisting of aluminum oxide, gallium oxide, 
silicon oxide, and germanium oxide. 

13. The light-emitting element according to claim 1, wherein the second 
25 inorganic compound is a metal nitride. 

14. The light-emitting element according to claim 1, wherein the third 
inorganic compound is a metal oxide. 



30 



15. The light-emitting element according to claim 14, wherein the metal oxide 
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is one of an alkali metal oxide, an alkali-earth metal oxide, and a rare-earth metal oxide. 

16. The light-emitting element according to claim 14, wherein the metal oxide 
is one of lithium oxide and barium oxide. 

5 

17. The light-emitting element according to claim 1, wherein the third 
inorganic compound is a metal nitride. 

18. The light-emitting element according to claim 17, wherein the metal oxide 
10 is one of an alkali metal nitride, an alkali-earth metal nitride, and a rare-earth metal 

nitride. 

19. The light-emitting element according to claim 17, wherein the metal nitride 
is a metal nitride selected from the group consisting of lithium nitride, magnesium 

15 nitride, and calcium nitride. 

20. A light-emitting element comprising: 

at least a first electrode and a second electrode; 

a first layer between the first electrode and the second electrode, said first layer 
20 including a first organic compound and a first inorganic compound that exhibits an 
electron accepting property to the first organic compound; 

a second layer between the first layer and the second electrode, said second 
layer including a second organic compound that is luminescent and a second inorganic 
compound; 

25 a third layer between the second layer and the second electrode, said third layer 

including a third organic compound and a third inorganic compound that exhibits an 
electron donating property to the third organic compound; and 

a fourth layer between the third layer and the second electrode, said fourth 
layer including a fourth organic compound and a fourth inorganic compound that 

30 exhibits an electron accepting property to the fourth organic compound. 
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21. The light-emitting element according to claim 20, wherein at least one of 
the first organic compound and the fourth organic compound is a hole transporting 
organic compound. 

5 

22. The light-emitting element according to claim 20, wherein at least one of 
the first organic compound and the fourth organic compound is an organic compound 
having an aromatic amine skeleton. 

10 23. The light-emitting element according to claim 20, wherein the third organic 

compound is an electron transporting organic compound. 

24. The light-emitting element according to claim 20, wherein the third organic 
compound is one of a chelate metal complex having a chelate ligand including an 

15 aromatic ring, an organic compound having a phenanthroline skeleton, and an organic 
compound having an oxadiazole skeleton. 

25. The light-emitting element according to claim 20, wherein at least one of 
the first inorganic compound the fourth inorganic compound is a metal oxide. 

20 

26. The light-emitting element according to claim 25, wherein the metal oxide 
is a transition metal oxide having a transition metal that belongs to any one of Groups 4 
to 12 of the periodic table. 

25 27. The light-emitting element according to claim 25, wherein the metal oxide 

is a metal oxide selected from the group consisting of vanadium oxide, molybdenum 
oxide, tungsten oxide, and rhenium oxide. 

28. The light-emitting element according to claim 20, wherein at least one of 
30 the first inorganic compound the fourth inorganic compound is a metal nitride. 
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29. The light- emitting element according to claim 20, wherein the second 
inorganic compound is a metal oxide. 

5 30. The light-emitting element according to claim 29, wherein the metal oxide 

is a metal oxide having a metal that belongs to any one of Groups 13 or 14 of the 
periodic table. 

31. The light-emitting element according to claim 29, wherein the metal oxide 
10 is a metal oxide selected from the group consisting of aluminum oxide, gallium oxide, 

silicon oxide, and germanium oxide. 

32. The light-emitting element according to claim 20, wherein the second 
inorganic compound is a metal nitride. 

15 

33. The light-emitting element according to claims 20, wherein the third 
inorganic compound is a metal oxide. 

34. The light-emitting element according to claim 33, wherein the metal oxide 
20 is one of an alkali metal oxide, an alkali-earth metal oxide, and a rare-earth metal oxide. 

35. The light-emitting element according to claim 33, wherein the metal oxide 
is one of lithium oxide and barium oxide. 

25 36. The light-emitting element according to claim 20, wherein the third 

inorganic compound is a metal nitride. 

37. The light-emitting element according to claim 36, wherein the metal oxide 
is one of an alkali metal nitride, an alkali-earth metal nitride, and a rare-earth metal 
30 nitride. 



WO 2006/038573 



40 



PCT/JP2005/0 18225 



38. The light-emitting element according to claim 36, wherein the metal nitride 
is a metal nitride selected from the group consisting of lithium nitride, magnesium 
nitride, and calcium nitride. 

5 

39. The light-emitting element according to claim 1, wherein the light emitting 
element is incorporated in an electronic appliance selected from the group consisting of 
a video camera, a digital camera, a goggle-type display, head mount display , a 
navigation system, a sound reproduction device, an in-car audio system, a audio 

10 component, a personal computer, a game machine, a personal digital assistance, a 
mobile computer, a cellular phone, a portable game machine, an electronic book, and an 
image reproduction device equipped with a recording medium. 

40. The light-emitting element according to claim 20, wherein the light 
15 emitting element is incorporated in an electronic appliance selected from the group 

consisting of a video camera, a digital camera, a goggle-type display, head mount 
display , a navigation system, a sound reproduction device, an in-car audio system, a 
audio component, a personal computer, a game machine, a personal digital assistance, a 
mobile computer, a cellular phone, a portable game machine, an electronic book, and an 
20 image reproduction device equipped with a recording medium. 
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EXPLANATION OF REFERENCE 

100: substrate, 101: first electrode, 102: second electrode, 103: composite layer, 111: 
first layer, 112: second layer, 113: third layer, 114: fourth layer, 201: first electrode 

5 (anode), 202: second electrode (cathode), 203: composite layer, 21 1: hole transporting 
layer, 212: light-emitting layer, 213: electron transporting layer, 801: source-side 
driver circuit, 802: pixel portion, 803: gate-side driver circuit, 804: sealing substrate, 
805: sealing material, 806: region, 807: connecting wiring, 808: FPC (flexible printed 
circuit), 810: substrate, 811: switching TFT, 812: current controlling TFT, 813: first 

10 electrode, 814: insulator, 815: composite layer, 816: second layer, 817: CEL element, 
823: n-channel TFT, 824: p-channel TFT, 9101: frame body, 9102: support, 9103: 
display portion, 9104: speaker portion, 9105: video input terminal, 9201: main body, 
9202: frame body, 9203: display portion, 9204: keyboard, 9205: external connection 
port, 9206: pointing mouse, 9301: main body, 9302: display portion, 9303: switch, 9304: 

15 operation keys, 9305: infrared port, 9401: main body, 9402: frame body, 9403: display 
portion A, 9404: display portion, 9405: recording medium reading portion, 9406: 
operation key, 9407: speaker portion, 9501: main body, 9502: display portion, 9503: arm 
portion, 9601: main body, 9602: display portion, 9603: frame body, 9604: external 
connection port, 9605: remote-control receiving portion, 9606: image receiving portion, 

20 9607: battery, 9608: sound input portion, 9609: operation keys, 9610: eye piece, 9701: 
main body, 9702: frame body, 9703: display portion, 9704: sound input portion, 9705: 
sound output portion, 9706: operation key, 9707: external connection port, 9708 
antenna 

25 
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BoxNal 



Basis of the opinion 



1. 



With regard to the language, this opinion has been established on the basis of: 
fvf, the international application in the language in which it was filed 
[j a translation of the international application into 



, which is the language of a 



translation furnished for the purposes of international search (Rules 12.3(a) and 23.1(b)). 



2. With regard to any nucleotide and/or amino acid sequence disclosed in the international application and necessary to the 
claimed invention, this opinion has been established on the basis of: 

a. type of material 

[3 a sequence listing 

PI table(s) related to the sequence listing 

b. format of material 
C on paper 

f""t in electronic form 

c. time of filing/rurnishing 

C- contained in the international application as filed 

£1 filed together with the international application in electronic form 

Cj furnished subsequently to this Authority for the purposes of search 

3. [j In addition, in the case that more than one version or copy of a sequence listing and/or table(s) relating thereto has been 

filed or furnished, the required statements that the information in the subsequent or additional copies is identical to that 
in the application as filed or does not go beyond the application as filed, as appropriate, were furnished. 

4. Additional comments: 
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International application No. 
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Box No. V Reasoned statement under Rule 43bi& l(aXQ with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting such statement 


1. Statement 




Novelty (N) Claims 1-4 0 


YES | 


Claims 


NO 


Inventive step (IS) Claims 9,11-13, 17-38, 40 


YES 


Claims 1-8,10,14-16,39 


NO 


Industrial applicability (1A) Claims 1-40 


YES 


Claims 


NO 



2, Citations and explanations: 
Dl: JP 2000-306669 A (Canon CO., LTD.) 

2000.11.02, claim 1, paragraphs 70-74, Fig. 3 
D2: JP 2000-315581 A (Idemitsu Kosan CO., LTD.) 

2000.11.14, paragraphs 38-39 
D3 : IMES, Yamagata Univ. , Multi Photon Emission Organic EL Devices using 

Charge-Transfer Complex as Charge Generation Layer, Extended 

Abstract, The 63rd Autumn Meeting, September 24, 2002 , 27a-ZL-12 , 

pp.1165 

With regard to claims 1-8,10,14-16,39 

Fig. 3 and paragraphs 70-74 of Dl disclose a light emitting element 
comprising : 

an anode; a hole transporting layer; a light emitting layer; 
an electron transporting layer; 
and a cathode, 

wherein the light emitting layer contains at least a luminescent 
organic compound dispersed into a silica matrix. 

As shown in D2 and D3, metal oxide as an electron donating compound and 
as an electron accepting compound, respectively, are both known to the 
skilled person in the art. 

Since decreasing a driving voltage of the light emitting element is well 
known objective, it has been obvious for the skilled person in the art to 
add the metal oxides in D2 and D3 to the electron transporting layer and 
the hole transporting layer of the light emitting element disclosed in Dl . 

With regard to claims 9,13,17-19,28,32,36-38 

Metal nitride as an acceptor, donor, and an inhibitor of concentration 
quenching is not described in any cited prior art in the International Search 
Report. Therefore, claimed inventions are not obvious. 
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1. Certain published documents (Rules 43/j/sJ and 70.10) 

Publication date 
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Patent No. 
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E,Y 

JP 2005-203340 A 28.07.2005 



Filing date 
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Box No. Vm Certain observations on the international application 

The following observations on the clarity of the claims, description, and drawings or on the question whether the claims are fully 
supported by the description, are made: 

With regard to claims 9,13,17-19,28,30-32,36-38 

Since metal nitrides are neither recognized among those skilled in 
the art by their ability of electron-accepting, donating nor of 
preventing concentration quenching of emitting materials, metal 
nitrides as a first through a fourth inorganic compound are not 
adequately supported by the specification under the meaning of PCT 
Article 6. 

With regard to claims 11-12 

Metal oxides having a metal that belongs to any one of Groups 13 and 
14 of the periodic table are also not recognized by their ability to 
inhibit the concentration quenching of the emitting material. 
Accordingly, the subject matter of claims 11 and 12 are not 
substantially supported by the specification under the meaning of PCT 
Article 6, 
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Supplemental Box 

In case the space in any of the preceding boxes is not sufficient. 

Continuation of: BOX . No . V 

With regard to claims 20-38,40 

The fourth layer containing a hole transporting material and an 
acceptor which is in contact with a cathode is not described in any 
cited documents in the International Search Report. Therefore, 
claimed inventions are not obvious. 

With regard to claims 11-12 

Any of the cited documents in the International Search Report does 
not discloses metal oxides having a metal that belongs to any one of 
Groups 13 and 14 of the periodic table as an inhibitor of the 
concentration quenching of the emitting materials. 

Therefore, it had not been obvious for the person skilled in the art 
to invent a light emitting element having, at least, the abovement ioned 
metal oxides in the light emitting layer. 
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2. FURTHER ACTION 

If a demand for international preliminary examination is made, this opinion will be considered to be a written opinion of the 
International Prelirninary Examining Authority ("IPEA") except that this does not apply where the applicant chooses an Authority 
other than this one to be the IPEA and the chosen IPEA has notified the International Bureau under Rule 66. lbis(b) that written 
opinions of this International Searching Authority will not be so considered. 

If this opinion is, as provided above, considered to be a written opinion of the IPEA, the applicant is invited to submit to the IPEA 
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PCT/ISA/220 or before the expiration of 22 months from the priority date, whichever expires later. 

For further options, see Form PCT/ISA/220. 

3. For further details, see notes to Form PCT/ISA/220. 
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1. 



With regard to the language, this opinion has been established on the basis of: 
fyfi the international application in the language in which it was filed 
O a translation of the international application into 



, which is the language of a 



translation furnished for the purposes of international search (Rules 12.3(a) and 23.1(b)). 



2. With regard to any nucleotide and/or amino acid sequence disclosed in the international application and necessary to the 
claimed invention, this opinion has been established on the basis of: 

a. type of material 

[7j a sequence listing 

fl table(s) related to the sequence listing 

b. format of material 



c. time of filing/furnishing 

O contained in the international application as filed 
CI filed together with the international application in electronic form 
furnished subsequently to this Authority for the purposes of search 

3. fj In addition, in the case that more than one version or copy of a sequence listing and/or table(s) relating thereto has been 
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1. Statement 




Novelty (N) Claims 1-40 


YES 


Claims 


NO 


Inventive step (IS) Claims 9, 11-13, 17-38, 40 


YES 


Uiaims i Of / ii x \j f *j zr 


NO 


Industrial applicability (IA) Claims 1-40 


YES 
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NO 


2. Citations and explanations: 




Dl: jp 2000-306669 A (Canon CO., LTD.) 




2000.11.02, claim 1, paragraphs 70-74, Fig. 3 


D2 : JP 2000-315581 A (Idemitsu Kosan CO., LTD 
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2000.11.14, paragraphs 38-39 




D3 : IMES, Yamagata Univ. , Multi Photon Emission Organic EL Devices using 


Charge-Transfer Complex as Charge Generation Layer, Extended 


Abstract, The 63rd Autumn Meeting, September 24, 2002, 27a-ZL-12, 


pp.1165 




With regard to claims 1-8,10,14-16,3 9 




Fig. 3 and paragraphs 70-74 of Dl disclose a 


light emitting element 


comprising: 




an anode; a hole transporting layer; a light emitting layer; 


an electron transporting layer; 




and a cathode, 




wherein the light emitting layer contains 


at least a luminescent 


organic compound dispersed into a silica matrix. 


As shown in D2 and D3, metal oxide as an electron donating compound and 


as an electron accepting compound, respectively, are both known to the 


skilled person in the art. 




Since decreasing a driving voltage of the light emitting element is well 


known objective, it has been obvious for the skilled person in the art to 


add the metal oxides in D2 and D3 to the electron transporting layer and 


the hole transporting layer of the light emitting element disclosed in Dl . 


With regard to claims 9,13,17-19,28,32,36-38 




Metal nitride as an acceptor, donor, and an inhibitor of concentration 


quenching is not described in any cited prior art in the International Search 


Report. Therefore, claimed inventions are not 


obvious . 
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Bck No. Vm Certain observations on the international application 

The following observations on the clarity of the claims, description, and drawings or on the question whether the claims are fully 
supported by the description, are made: 

With regard to claims 9,13,17-19,28,30-32,36-38 

Since metal nitrides are neither recognized among those skilled in 
the art by their ability of electron-accepting, donating nor of 
preventing concentration quenching of emitting materials, metal 
nitrides as a first through a fourth inorganic compound are not 
adequately supported by the specification under the meaning of PCT 
Article 6. 

With regard to claims 11-12 

Metal oxides having a metal that belongs to any one of Groups 13 and 
14 of the periodic table are also not recognized by their ability to 
inhibit the concentration quenching of the emitting material. 
Accordingly, the subject matter of claims 11 and 12 are not 
substantially supported by the specification under the meaning of PCT 
Article 6. 
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Continuation of: Box . No . V 

With regard to claims 20-38,40 

The fourth layer containing a hole transporting material and an 
acceptor which is in contact with a cathode is not described in any 
cited documents in the International Search Report. Therefore, 
claimed inventions are not obvious. 

With regard to claims 11-12 

Any of the cited documents in the International Search Report does 
not discloses metal oxides having a metal that belongs to any one of 
Groups 13 and 14 of the periodic table as an inhibitor of the 
concentration quenching of the emitting materials. 

Therefore, it had not been obvious for the person skilled in the art 
to invent a light emitting element having, at least, the abovementioned 
metal oxides in the light emitting layer.. 
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